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TITLE 

CURABLE PERFLUOROELASTOMER COMPOSITION 

5 CROSS-REFERENCE TO RELATED APPLICATIONS 

This application claims the benefit of U.S. 
Provisional Application No. 60/095,914 filed August 10, 
1998. 

FIELD OF THE INVENTION 

10 This invention relates to perf luoroelastomer 

compositions having enhanced cure rate. 

BACKGROUND OF THE INVENTION 

Perf luoroelastomers have achieved outstanding 
commercial success and are used in a wide variety of 

15 applications in which severe environments are 
encountered, in particular those end uses where 
exposure to high temperatures and aggressive chemicals 
occurs. For example, these polymers are often used in 
seals for aircraft engines, in oil-well drilling 

20 devices, and in sealing elements for industrial 
equipment used at high temperatures . 

The outstanding properties of perf luoroelastomers 
are largely attributable to the stability and inertness 
of the copolymerized perf luorinated monomer units that 

25 make up the major portion of the polymer backbones in 
these compositions. Such monomers include 
tetraf luoroethylene and perf luoro (alky 1 vinyl) ethers. 
In order to develop elastomeric properties fully, 
perf luoroelastomers are typically crosslinked, i.e. 

30 vulcanized. To this end, a small percentage of cure 
site monomer is copolymerized with the perf luorinated 
monomer units. Cure site monomers containing at least 
one nitrile group, for example perf luoro-8-cyano-5- 
methyl-3 , 6-dioxa-l-octene, are especially preferred. 
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Such compositions are described in U.S. Patents 
4,281,092; 4,394,489; 5,789,489; and 5 , 789, 509 . 

Curing systems that incorporate tetraphenyltin ' 
have been successfully used to vulcanize nitrile- 
containing perf luoroelastomers . However, in certain 
cxrcumstances the cure rate of such compositions is too 
slow for economically effective commercial production 
of perfluoroelastomer articles. Logothetis and 

Schmiegel, in U.S. Patent 5 677 3RQ ^-io^i 

^'°'''JB9, disclose ammonium 

salts as accelerators in combination with a variety of 
curing systems that crosslink perf luoroelastomers 
curable compositions containing the ammonium salts 
exhibit enhanced cure rate, but in some instances 
certain ammonium salt accelerators are not effective 
because of insolubility in the polymer. . Saito, et al 
xn U.S. Patent 5,565,512, disclose the use of ammonium' 
salts of organic or inorganic acids as curing agents 
for perf luoroelastomers. Such compositions exhibit the 
same solubility problems that occur with compounds in 
which ammonium salts are used as accelerators it - 
would be beneficial to have a means for curing or for" 
accelerating the cure -rate of perf luoroelastomers that 
does not depend on the use of anmionium salts. 

SUMMARY nv THE TKnngiOT.Tn]iT 

The present invention is directed to a curable 
perfluoroelastomer composition which contains a 
compound that decomposes to produce ammonia. More 
specifically, the present invention is directed to a 
curable composition comprising 

A. a perfluoroelastomer comprising copolymerized 
units of 

(1) tetrafluoroethylene, (2) a perf luorovinyl 
ether selected from the group consisting of 
perfluoro(alkyl vinyl) ethers, 
perfluoro(alkoxy vinyl) ethers, and mixtures 
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thereof, and (3) a cure site monomer selected 
from the group consisting of nitrile- 
containing fluorinated olefins and nitrile- 
containing fluorinated vinyl ethers; and 
5 B. a compound , other than an ammonium salt of an 

organic or inorganic acid, that decomposes at 
temperatures between 40*^C and 330**C to produce 
ammonia • 

The compound which produces ammonia acts as a curative 

10 for the perf luoroelastomer , if no other curative is 
present. However, when another curative is present, 
the compound that produces ammonia acts as a cure rate 
accelerator . 

DETAILED DESCRIPTION OF THE INVENTION 

15 The compositions of the present invention are 

based on elastomeric perf luoropolymers (hereinafter 
"perf luoroelastomers" ) , that is, substantially fully 
fluorinated f luoropolymers which, when cured, exhibit 
an elastomeric character. The perf luoroelastomers 

20 .contain nitrile . groups that render the polymers 
crosslinkable . 

Perf luoroelastomers are polymeric compositions 
having copolymerized units of at least two principal 
perf luorinated monomers. Generally, one of the 

25 principal comonomers is a perf luoroolef in, while the 
other is a perf luorovinyl ether. Representative 
perf luorinated olefins include tetraf luoroethylene and 
hexaf luoropropylene. Suitable perf luorinated vinyl 
ethers are those of the formula 

30 

CF,=CFO(R,.0)„{R,..0)„R, (I) 

where R and R are different linear or branched 
perf luoroalkylene groups of 2-6 carbon atoms, m and n 
35 are independently 0-10, and R^ is a perf luoroalkyl 
group of 1-6 carbon atoms. 
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inclulr'""^ °' Perfluoro(alkyl vinyl) ethers 

includes compositions of the formula 

^ CF,=CFO(CF,CFXO).R, (n) 

where X is F or CF3 , n is 0-5, and Rf is a 
perfluoroalkyl group of 1-6 carbon atoms 

Lclud "'^f ' ""'^'^ °' Perfluoro(al3cyl vinyl, ethers 
includes those ethers wherein n is 0 or 1 and R 
10 contains 1-3 carbon atoms. Examples of such ' 

perfluorinated ethers include perfluoro (methyl vinyl, 
ether and perfluoro (propyl vinyl, ether, other useful 
monomers include compounds of the formula 

^^2=CFOf(CF2,i„CF2CFZO]nR (HI) 

where R is a perfluoroalkyl group having 1-6 
carbon atoms; 

m = 0 or 1, n = 0-5, and z = f or CF3 
20 Preferred members of this cla<?«; ar-« i-v • . ^ 
is C.F„ m = 0, and n = 1 ^ic^ 

• _ Additional perfluoro (alkyl vinyl, ether monomers^ 
include compounds of the formula 

25 '^^2=CFOt,CP2CFCF30,„,CF,CF2Cr20,„,CF2)pJC.F,.,, 

where „ and n independently = l-io, p = o-3, and x 

30 Preferred ^e^ers of thi. include co^ound. where 

n = 0-1, m = 0-1, and 
X = 1. 

includr'''" perfluoro (alkoxy vinyl, ethers 

35 

CF,=CF0CF,CF(CF3,0(CF,0)„C„F,„, (V) 
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where n = 1-5, m = 1-3, and where, 
preferably, n = 1. 

Mixtures of perf luoro (alkyl vinyl) ethers and 
5 perf luoro (alkoxy vinyl) ethers may also be used. 

Preferred perf luoroelastomers are composed of 
tetraf luoroethylene and at least one perf luoro (alkyl 
vinyl) ether as principal monomer units. In such 
copolymers, the copolymerized perf luorinated ether 
10 units constitute from about 15-60 mole percent of total 
monomer units in the polymer. 

The perf luoropolymer further contains 
copolymerized units of at least one cure site monomer, 
generally in amounts of from 0.1-5 mole percent. The 
15 range is preferably between 0.3-1.5 mole percent. 

Although more than one type of cure site monomer may be 
present, most commonly one cure site monomer is used 
and it contains at least one nitrile substituent group. 
Suitable cure site monomers include nitrile-containing 
20 f luorinated olefins and nitrile-containing f luorinated 
vinyl ethers. Useful nitrile-containing cure site 
monomers include those of the formulas shown below. 

CF2=CF-0 (CF2 ) n'-CN (VI ) 

25 

where n = 2-12, preferably 2-6; 
CF2=CF-0 [CF2-CFCF3-O] „-CF2-CF (CF3 ) -CN (VII) 
30 where n= 0-4, preferably 0-2; 

CF2=CF- [OCF2CF (CF3 ) ] x-0- (CF2 ) n'CN (VIII ) 
where x = 1-2, and n = 1-4; and 

35 
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5 



15 



CF,=CF-0-(CF,)„-0-CF(CF3)CN (IX) 
where n = 2-4. 

Those of formula (VIII) are preferred. Especially 
preferred cure site monomers are perf luorinated 
polyethers having a nitrile group and a trif luorovinyl 
ether group, a most preferred cure site monomer is 

CF,=CFOCF2CF(CF3)0CF2CF2CN (X) 

i.e. Perfluoro{8-cyano-5-methyl-3.6-dioxa-l-octene) or 
8-CNVE. 

The perfluoroelastomers suitable for use in the 
present invention may contain any of a variety of end 
groups as a result of the use of varying initiators or 
Cham transfer agents during polymerization. For 
example, the polymers may contain sulfonate groups 
sulfonic acid groups, carboxylate groups, carboxylic 
20 acid groups, carboxamide groups, dif luoromethyl groups 
or trif luorovinyl groups. 

The first embodiment of this invention is a 
curable composition comprising A) a perf luoroelastomer 
as defined above and B) a compound, other than an 
aimonium salt, that decomposes at temperatures between 
40°C and aSCC, preferably between 90°C - 220°C, to 
produce ammonia. The ammonia-generating compounds are 
utilized as curing agents for the. perf luoroelastomers . 
Illustrative examples of such ammonia producing 
compounds include aldehyde ammonia condensation 
products, including acetaldehyde ammonia; and other 
compounds, such as hexamethylenetetramine; carbamates 
for example t-butyl carbamate, benzyl carbamate, and 
HCF,CF,CH(CH3)0C0NH,; urea; urea hydrochloride- 
35 thiourea; amides, such as phthalamide; metal ammine 
complexes, such as tetraamine copper (II) sulfate 
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hydrate; ammonia-Lewis acid adducts; carboxamides , such 
as oxamic acid; biuret; unsubstituted amidines, such as 
formamidine, formamidine hydrochloride, and formamidine 
acetate. In order to be useful as a curative, the 
5 level of the compound that decomposes to produce 

ammonia should be about 0.1 to 7 parts compound per 100 
parts perf luoroelastomer, preferably about 1 to 5 parts 
. compound per 100 parts perf luoroelastomer . 

In a second embodiment of the invention, the 

10 curable composition further comprises C) a curative 

other than a compound that decomposes at temperatures 
between 40°C and SSO'^C to produce ammonia. In this 
embodiment, the compound that decomposes to produce 
ammonia acts as a cure rate accelerator for another 

15 curative, rather than as the major curative for the 
perf luoroelastomer as it does in the first embodiment 
of the invention. The same compounds that decompose to 
produce ammonia that are used in the first embodiment 
above can be used here in the second embodiment . The 

20 level at which the ammonia producing compound is 

present as a cure rate accelerator is generally from 
0.01 to 5 parts accelerator per 100 parts 
perf luoroelastomer . Preferably 0.05-3.0 parts 
accelerator per 100 parts perf luoroelastomer will be 

25 used. Curable perf luoroelastomer compositions 

containing above 5 parts accelerator per 100 parts 
perf luoroelastomer are generally scorchy and result in 
uncured compositions of high Mooney viscosity. 
An appropriate level of accelerator can be 

30 selected by considering cure properties, for example 
the time to develop maximum MDR torque and minimum 
Mooney scorch of the curable compositions. The optimum 
level will depend on the particular combination of 
perf luoroelastomer and curative. 

35 The curative that is used in the second embodiment 

is a compound capable of crosslinking the 
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perfluoroelastomer, for example an organotin compound" 
or certain amino group-containing benzene compounds 
Suitable organotin compounds include allyl- 
propargyl-, triphenyl- and allenyl tin curatives 
5 Tetraalkyltin compounds or tetraaryltin compounds are 
the preferred organotin curing agents for use in 
conjunction with nitrile-substituted cure sites 
Tetraphenyltin is particularly preferred. The amount 
of curing agent employed will necessarily depend on the 
10 degree of crosslinking desired in the final product as 
well as the type and concentration of reactive moieties 
m the perfluoroelastomer. m general, about 0 5-10 
parts per hundred parts rubber, i.e. phr, of curing 
agent can be used, and 1-4 phr is satisfactory for most 
15 purposes. It is believed that the nitrile groups 
• trimerize to form s-triazine rings in the presence of 
•curing agents such as organotin, thereby crosslinking - 
the perfluoroelastomer. The crosslinks are thermally - 
stable, even at temperatures of 275oc and above 
20 Another preferred cure system, useful for ^ 

. Perfluoroelastomers containing nitrile-containing 
curesites, utilizes bis (aminophenols) and 
bis ( amino thiophenols) of the formulas 



25 




and 
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(XII) 

and tetraamines of the formula 




(XIII) 



where A is SO^, CO, alkyl of 1-6 carbon atoms, 

perf luoroalkyl of 1-10 carbon atoms, or a carbon-carbon 

10' bond linking the two aromatic rings. The sanino and 
hydroxyl groups in formulas XI and XII above are 
interchangeably in the meta and para positions with 
respect to the group A. Preferably, the curing agent 
is a compound selected from the group consisting of 

15 2, 2-bis [3-amino-4-hydroxyphenyl]hexaf luoropropane; 

4, 4 '-sulf onylbis (2-aminophenol) ; 3 , 3'-diaminobenzidine; 
and 3 , 3 ' , 4 , 4 '-tetraaminobenzophenone . The first of 
these preferred curing agents will be referred to as 
diaminobisphenol AF. The curing agents can be prepared 

20 as disclosed in U.S. Patent Number 3,332,907 to Angelo. 
Diaminobisphenol AF can be prepared by nitration of 
4,4 [2,2,2-trifluoro-l- 

(trif luoromethyl) ethylidene]bisphenol (i.e. bisphenol 
AF) , preferably with potassium nitrate and 
25 trif luoroacetic acid, followed by catalytic 

hydrogenation, preferably with ethanol as a solvent and 
a catalytic amount of palladium on carbon as catalyst. 
Of the members of the preferred class, a particularly 
preferred compound is 3 , 3 '-diaminobenzidine . 
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'"f?:'""^^^'^"'— cured in th. presence 
Of 3 3 -dre^„„.en.iaine .how u.n.u.Uy good solv^ 
resrst«,ce, evidenced by greater resistance Z 
volume swell in certain solvents co,.pared to 
perfluoroelastomers cured in the presence of other 
^aents. The level of curing agent should be chosen to 
opt.,.rze the desired properties of the vulcanizlte L 
.eneral, a slight excess of curing agent over the 
amount required to react with all the cure sites 

parts by werght of the curative per 100 parts of 
poller is recruired. The preferred range is 1.0-2.5 

. ""^^ t-butyl carbamate and acetaldehyde 
15 ammonra ,..e. acetaldehyde a^onia trimer, a ^clic 

condensation product of 3 „oles of a^onia and flies 
Of acetaldehyde, available fro„ Mdrich chemical Co 
Milwau.ee. Wisconsin, are. particularly preferred ' 
accelerators when used with diaminobisphenol ^ • 
curative. Curable perfluoroelastomer co,.positions - 
containing these curative sv=^^. i"ons 

urative systems are ejctrudable at'^ 
relatively low temperatures, e.g. 6OOC-650C. thus 
eliminating problems of compound scorch in .dd^^• 
acetaldehyde a».onia has a desirable plasti i":^""" 
effect on the compositions. 

ola.^''^^''""' '""^ stabilizers, 
Plastxczzers, lubricants, fillers, and processina . ■ h 
t.picali,...ni.ea in Pe.fWoelasto 
can be xncorporated into the compositions of the 
present invention, provided they have adequate 
stabxlxty for the intended service conditions. m 
particular, low temperature performance can be enhanced 
by incorporation of perf luoropolyethers 

n.eans'toTl'^'"' "^^^ - a 

harL ^^"^^^^ ^'^""^th, elongation 

hardness, abrasion resistance, conductivity, and 
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processability of the compositions. In 
perf luoroelastomer compositions, small particle size, 
high surface area carbon blacks have been the fillers 
of choice. A grade commonly chosen is SAF carbon 
5 black, a highly reinforcing black with typical average 
particle size of about 14 nm and designated N 110 in 
Group No. 1, according to ASTM D 1765. . A particular 
class of carbon blacks useful in the compositions of 
the present invention are those described in WO 

10 95/22575. These carbon blacks have average particle 
sizes of at least about 100 nm to about 500 nm as 
determined by ASTM D 3849. Examples include MT blacks 
(medium thermal black) designated N-991, N-990, N-908, 
and N-907, and large particle size furnace blacks. MT 

15 blacks are preferred. When used, 1-70 phr of large . 
size particle black is generally sufficient, and this 
amount does not retard cure time. 

In addition, or in the alternative, f luoropolymer 
fillers may be present in the composition. Generally 

20 from 1 to 50 parts phr of a f luoropolymer filler is 
used, and preferably at least about . 5 phr is present. 
The f luoropolymer filler can be any finely divided, 
easily dispersed plastic f luoropolymer that is solid at 
the highest temperature utilized in fabrication and 

25 curing of the perf luoroelastomer composition. By 

solid, it is meant that the f luoroplastic, if partially 
crystalline, will have a crystalline melting 
temperature above the processing temperature (s) of the 
perf luoroelastomer (s) . Such finely divided, easily 

3 0 dispersed f luoroplastics are commonly called 

micropowders or f luoroadditives . Micropowders are 
ordinarily partially crystalline polymers. 

Micropowders that can be used in the compositions 
of the invention include, but are not limited to, those 

35 based on the group of polymers, known as 

tetraf luoroethylene (TFE) polymers. This group 
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includes homopolymers of tfe (ptfe) and copolymers of' 
TFE with small concentrations of at least one 
copolymerizable modifying monomer such that the resins 
remain non-melt-fabricable (modified PTFE) The 
5 modifying monomer can be, for example, 

hexafluoropropylene (hfp) , perfluoro (propyl vinyl) 
ether (ppve) , perf luorobutyl ethylene 
chlorotrifluoroethylene, or another monomer that 

^^'^^oduces side groups into the polymer molecule. The 
10 concentration of such copolymerized modifiers in the 
polymer is usually less than 1 mole percent. The PTFE 
and modified PTFE resins that can be used in this 
invention include those derived from suspension 
polymerization as well as those derived from emulsion 
J-=> polymerization. 

_ High molecular weight PTFE used in production of 

"--«^P-^- is usually subjected to ionizing radiation - 
to reduce molecular weight. This facilitates grinding - 
and enhances friability if the PTFE is produced by the 
suspension polymerization process, or suppresses ^ 
fibrillation and enhances deagglomeration if the PTfI' 

produced by the emulsion polymerization process it - 
IS also possible to polymerize TFE directly to PTFE 
micropowder by appropriate control of molecular weight 
m the emulsion polymerization process, such as 
disclosed by Kuhls et al. in U.S. Patent 3,956,000 
Morgan in U.S. Patent 4,879,362, discloses a non-melt- 
fabricable, non-fibri Hating modified PTFE produced by 
the emulsion (dispersion) polymerization process. This 
polymer forms platelets on shear blending into 
elastomeric compositions, instead of fibrillating 

TFE polymers also include melt-f abricable 
copolymers of TFE having sufficient concentrations of 
copolymerized units of one or more monomers to reduce 
the melting point significantly below that of ptfe ' 
such copolymers generally have melt viscosity in the 
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range of 0.5-60 x 10^ Pa.s, but viscosities outside 
this range are also known. Perf luoroolef ins and 
perf luoro (alkyl vinyl) ethers are preferred comonomers . 
Hexaf luoropropylene and perf luoro (propyl vinyl) ether 
5 are most preferred. Melt fabricable TFE copolymers 

such as FEP (TFE/hexaf luoropropylene copolymer) and PFA 
[TFE/perf luoro (propyl vinyl) ether copolymer] can be 
used, provided they satisfy constraints on melting 
temperature with respect to perf luoroelastomer 

10 processing temperature. These copolymers can be 
utilized in powder form as isolated from the 
polymerization medium, if particle size is acceptable, 
or they can be ground to suitable particle size 
starting with stock of larger dimensions. 

15 A further preferred filler is anhydrous silica, 

generally an acidic silica or fumed silica. Such 
silicas are available from Degussa Aktiengesellschaf t 
(Frankfurt, Germany) under the Aerosil® trademark. A 
particularly useful type is Aerosil® 200 silica. Other 

20 suitable silicas include Reolosil® silicas, available 
f rom Tokuyama KK (Tokyo, Japan), for example Reolosil® 
QS13 silica, Reolosil® QS102 silica, and Reolosil® QS30 
silica. Amounts of 1-25 phr are effective to reduce HF 
generation by the cured compositions during service. 

25 However, it is preferable to use no more than 1-7 phr 
because at higher concentrations of silica the 
compression set resistance of cured perf luoroelastomer 
compositions containing the high anhydrous silica 
concentrations deteriorates (i.e. increases), leading 

30 to high compression set and poor sealing 

characteristics. If less than 1 phr anhydrous silica 
is used; the degree of corrosion becomes unacceptable 
for many applications. 

The curable compositions of the invention may be 

35 prepared by mixing the perf luoroelastomer , ammoniar 
generating compound, optional curing agent and other 
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components using standard rubber compounding 
procedures. For exanple. the components may be mixed 
on a two roll rubber mill, in an internal mixer, for ' 
example, a Banbury internal mixer, or in an extruder 
> The curable compositions may then be crosslinked (i e 
cured) by application of heat and/or pressure, when ' 
compression molding is utilized, a press cure cycle is 
generally followed by a post cure cycle during which 
the press cured composition is heated at elevated 
tenperatures in excess of 300°C for several hours 

The curable compositions of the present invention 
are useful in production of gaskets, tubing, and seals 
Such articles are generally produced by molding a 
compounded formulation of the curable composition with 
varxous additives under pressure, curing the part, and 
then subjecting it to a post cure cycle. The cured 
compositions have excellent thermal stability and 
Chemical resistance. They are particularly useful in v 
applications such as seals and gaskets for 
manufacturing semiconductor devices; and in seals fc^r- 
high temperature automotive uses .. 

The invention is now illustrated by certain . 
embodiments wherein all parts are by weight unless 
Otherwise specified. 

EXAMPLES 

TEST METOnng 

Cure CharactRT-i gh-^r^o 

Cure characteristics were measured using a 
Shimadzu SDR-20 instrument under the following 
conditions: 

Moving die frequency: 1.66 Hz 
Oscillation amplitude: 1.0 

Temperature: 204° C, unless otherwise noted 

^ Sample size: Disks having diameter of 45 mm and 

thickness of 5 mm 
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Duration of test: 20 minutes 
The following cure parameters were recorded: 
Mj,: maximum torque level/ in units of N*m 
Mj^: minimum torque level, in units of N-m 
5 t,l: minutes to 0.04 N.m rise above Mj^ 

t^90: minutes to 90% of maximum torque 
Test specimens were prepared from elastomer 
compounded with appropriate additives, as described in 
the formulations listed in the Examples below. 
10 Compounding was carried out on a rubber mill or in a 

Banbury mixer. The milled composition was formed into 
a sheet and a 10 g sample was die cut into a disk to 
form the test specimen. 

Cure characteristics were determined by placing a 
15 test specimen in the sealed test cavity of the 

instrument which was maintained under a positive 
pressure and elevated temperature. A biconical disk 
was embedded in the test specimen and was oscillated 
through an arc of 0.5° at the specified frequency, 
20 thereby exerting a shear strain on the test specimen. 
The force at maximum simplitude (torque) required to 
rotate the disk is proportional to the stiffness (shear 
modulus) of the rubber. This torque was recorded as a 
function of time. Because stiffness of a rubber 
25 specimen increases during curing, the test provides a 
measure of curability. A test is completed when the 
recorded torque either reaches equilibrium or maximum 
value, or when a predetermined time has elapsed. The 
time required to obtain a curve is a function of the 
3 0 test temperature and the characteristics of the rubber 
compound . 

Tensile Properties 

Unless otherwise noted, stress/strain properties 
were measured on test specimens that had been post 
35 cured under nitrogen for 24 hours at 305°C. Physical 
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property measurements were obtained according to 

methods described in ASTM D 412. The following 

parameters were recorded: 

M,„,, modulus at 100% elongation in units of MPa 
T,. tensile strength at break in units of MPa 
E, elongation at break in units of % 

_ Compression set of o-ring samples was determined 

m accordance with ASTM D 395, 

m were used in the Examples- 

10 Poli3ner_A-A terpolymer containing 68.2 mole percent 
units of TFE, 31.0 mole percent units of 
perfluoro (methyl vinyl) ether (PMVE) and 0.8 mole 
percent units of 8-CNVE prepared substantially 
according to the general process described in U S 
Patent 5,789,489 and isolated in the presence of D65 
water-based silicone defoamer, available from Dow 
Corning Corporation, Midland, Michigan.. 
m^aneriB-A terpolymer containing 60.24 mole percent 
units of TFE, 38.95 mole percent units of 
perfluoro (methyl vinyl) ether (PMVE) and 0.81 mole - 
percent units of 8-CNVE prepared substantially 
according to the general process described in U S 
Patent 5,789,489, except that the concentration of 
ammonium perf luorooctanoate in the polymerization 
25 mixture was twice as high. The polymer was isolated in 
the presence of D65 water-based silicone defoamer 
available from Dow Coming Corporation, Midland 
Michigan . 

Examples 1-2 and Por.^v o i Ev^^mp i^ ^ 

A sample of Polymer A was compounded on a two-roll 
rubber mill with diaminobisphenol AF, anhydrous silica 
titanium dioxide, and accelerator (acetaldehyde ammonia 
or urea) m the proportions shown in Table I The 
compounded compositions are labeled Example 1 
(acetaldehyde ammonia) and Example 2 (urea) in Table I 
A similar compounded composition was prepared which 
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contained no accelerator . This composition is labeled 
Control A in Table I. Cure characteristics of the 
compounded compositions, determined using a Shimadzu 
SDR-20 instrument, are also shown in Table I. 



Formulation (phr)' 
Polymer A 

Diaminobisphenol AF 

Aerosil* 200 anhydrous 
silica 

Titanium Dioxide 

Acetaldehyde Ammonia 
Urea 

Cure Char acteristics 
(N,m) 

M„ (N.m) 

t,l (minutes) 

t^90 (minutes) 

Stress Styc^jn Properties 
Tb (MPa) 
M,eo (MPa) 
Eb (%) 

Coinpression Set 

(a 204°C, 70 hours {%) 

@ 300OC, 70 hours (%) 



TABLE I 



Example 1 Exzunple 2 Control A 



100 
1.5 

1 

6.5 
0.1 

0 

0.10 
0.40 
1.1 
6.2 

16.1 
2.4 
289 

22 
52 



100 
1.5 
1 

6.5 
0 

0.1 

0.07 
0.4 
0.9 
3.6 



22 
51 



100 
1.5 
1 

6.5 

.0 
0 

0.06 
0.46 
5.3 
13.7 

15.4 
2.3 
287 

21 
50 



Mparts per hundred parts perf luoroelastomer 



Examples 3-4 and Control B 
10 A sample of Polymer B was compounded on a two-roll 

rubber mill with diaminobisphenol AF, anhydrous silica, 
MT carbon black, and accelerator (acetaldehyde ammonia 
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10 



or urea) in the proportions shown in Table li. The 
compounded compositions are labeled Example 3 
(acetaldehyde ammonia) and Example 4 (Urea) in Table 
II. A similar compounded composition was prepared 
which contained no accelerator. This composition is 
labeled Control B in Table II. Cure characteristics of 
the compounded compositions, determined using a 
Shimadzu SCR-20 instrument, are also shown in Table II. 

TABLE II 



gQrmulation fnhr)^ 
Polymer B 



Example 3 

100 



Examnla A 

100 



Control B 

100 



Diaminobisphenol AF 

Aerosil* 200 anhydrous 
silica 


. 1.5 
1 


1.5 
1 


1.5 

1 


MT Carbon Black 


25 


25 


25 


Acetaldehyde Ammonia 


0.1 


0 


0 


Urea 


0 


,0.075 


0 


Cure^CharacterisC 1 








K (N.m) 


0.16. 


0.14 


0.21 


M, (N.m) 


0.83 


0.86 


1.15 


t,l (minutes) 


0.9 


0.9 


2.0 


t,90 (minutes) 


3.7 


2.9 


7.3 


Comoresision Sit>f 








@ 204OC, 70 hours (%) 


13 


9 




@ 300^C, 70 hours (%) 


32 


33 




Parts per hundred parts perf luoroelastomer 





Exampl«q t; 

5 In this Example, urea was employed as the curative 

for the perf luoroelastomer, rather than as an 
accelerator for another curative. A sample of Polymer 
B was compounded on a two-roll rubber mill with urea 
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anhydrous silica and MT carbon black in the proportions 
shown in Table III. Cure characteristics of the 
compounded composition, determined using a Shimadzu 
SCR-20 instrument, are also shown in Table III. 

TABLE III 

Formulation (phr)^ 

Example 5 

Polymer B 100 
Aerosil* 200 anhydrous 1 
silica 

MT Carbon Black 25 



Urea 

Cure Characteristics 

M, (N.m) 

Mh (N.m) 

t^l (minutes) 

t^90 (minutes) 

Compression Set 

@ 204^C, 70 hours 

(%) 

@ 30Q°C, 70 hours 



0.3 

0.13 
0.84 
0.9 
1.7 

16 

26 



(%) 

Mparts per hundred parts perf luoroelastomer 
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WHAT IS riAIMED J ^. 

1. A curable composition comprising 

A. a perfluoroelastomer comprising copolymerized 

units of 

(1) tetrafluoroethylene, (2) a perfluorovinyl 
ether selected from the group consisting of 
perfluoro(alkyl vinyl) ethers, perf luoro (alkoxy 
vinyl) ethers, and mixtures thereof, and (3) a 
cure site monomer selected from the group 
consisting of nitrile-containing fluorinated 
olefins and nitrile-containing fluorinated 
vinyl ethers; and 

B. a compound, other than an ammonium salt of an 
organic or inorganic acid, tha't decomposes at 
temperatures between 40°C and 330°C to produce 
aiTimonia . 

2. A composition of Claim 1 wherein the compound that 
decomposes to produce ammonia is selected from the 
group consisting of acetaldehyde ammonia, 
hexamethylenetetramine, :t-butyl carbamate, benzyl 
carbamate, phthalamide, urea, thiourea, tetraamine 
copper(li) sulfate hydrate, biuret, and formamidine. 

3. A composition of Claim 2 wherein the compound that 
decomposes to produce ammonia is t-butyl carbamate. 

4. A composition of Claim 2 wherein the compound that 
decomposes to produce armnonia is acetaldehyde an^onia. 

5. A composition of Claim 2 wherein the compound that 
decomposes to produce ammonia is urea. 

6. A composition of Claim 2 further comprising 
anhydrous silica. 
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7. A composition of any one of Claims 1 to 6 further 
comprising C) a curative other than a compound that 
decomposes to produce ammonia. 

5 

8. A composition of Claim 7 wherein the curative is 
selected from the group consisting of organotin 
compounds , bis ( aminophenol ) compounds , 

bis (amino thiophenol) compounds and tetraamines. 

10 

9. A composition of Claim 8 wherein the curative is 
tetraphenyltin . 

10. A composition of Claim 8 wherein the curative is 
15 diaminobisphenol AF. 

11. A composition of Claim 8 wherein the curative is 
3 , 3'-diaminobenzidine . 
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